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Customer : CU-DAROO1 Dart Helicopters Services Drawing Name : X-BOLT SPACER 
Job Number : 28034 

Estimate Number : 12469 

Р.О. Number : KIA Part Number : D35043 
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Additional Product 


Seq. #: Machine Or Operation: Description : 
| 10 M6061T610375W049 6061-Т6 Tube .375 x.049W 


Comment Qty: 0.2972 (syUnit Total: 2971516) 
6061-T6 Tube .375 OD x.049W 
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Dart Aerospace Ltd 


WORK ORDER CHANGES 
PROCEDURE CHANGE 


Material: 4606(T6T O32 Sk w.089W was not available 
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DRAWN BY 


= DART AEROSPACE USA, INC. 
. PORT HADLOCK, МА 


APPROVED DRAWING NO. | REV. А 
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1) MATERIAL: 6061—T6 TUBING PER WW—T—700/6 OR ОО-А—200/8 OR QQ-A-225/8 
2) FINISH: > ` NONE | | 

3) ALL DIMENSIONS ARE IN INCHES | 
TOLERANCES ARE PER DART QSI 018 UNLESS OTHERWISE NOTED 


Copyright € 2006 by DART AEROSPACE USA, INC. 


THIS DOCUMENT IS PRIVATE AND CONFIDENTIAL AND IS SUPPLIED ON THE EXPRESS CONDITION THAT IT IS NOT TO BE USED FOR ANY PURPOSE OR COPIED 
E a OR COMMUNICATED TO ANY OTHER PERSON WITHOUT WRITTEN PERMISSION FROM DART AEROSPACE USA, INC. 


Work Crder: 


Description: ` Part Number: 


Page 1 of 1 
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FIRST ARTICLE INSPECTION CHECKLIS" 
[x] First Article [х] Prototype 


Drawin ` Actual Е 

3 Tolerance Accept | Rejezt Methcd of Comments . 
Dimension | Dimension A Inspection 

е a oe e. c Y 


` Ç ох bal «254, ER 


x 


| 


| 
| 


Measured by: |^ 
вањ: | б usn) wa 


FRev Бае — um Я — Revised b 
А | _ New issue KJ/JLM а. 


# 
< 


H:FORMSA Quality Аззигапсе\арргоуей QANFAI revD 


NECEM a шшде m = CELLA Ë“ == w т е ^ 


Р.О. 


ATS-. .j/2- .U5B- -DoUOl * 179740998 * UUUS4U9/ = MN5OSO04 х 494/1/Z2UU» 
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MN8$64 
Е РЕР в CHANDLER PLANT 
KAISER CHANDLER | вох sort «972 W WILLIS ROAD, 
| CERTIFICATION and PAX: иле 
ОР 026A PHYSICAL TEST RESULTS SALES: канын 1 
Theso results are for MARMON/KEYSTONE CORP 
Mi Number ..... 175-40998. Purchase Order No 80-13661-002 
АҢОУу ........... 6061 Temper........ T6 
Part No, item No, Commodity No or Inventory No ` 
Size Description. :375 IN OD X .038 IN WALL 
Specification(s). WW-T-T00/68F ASTM В210-02 AMS 4082N 
Addilional procedures as called for on Specification: 


ОМОТИ ТР О Юто КАН E Per AMS 4082N, WAS МОТ OILED. 


ача 45%. For WW.T-T00/4 specification, maximum Si plus Fo is 45%., — "1100 Akoy Мах Si+ Feia 0.935% — _  ___ 


Lot Paises cest Ultimate PSI Elongation % 
40997 ATO 43,900 47,900 13 
40097 BTS 43,700 47,400 12 


We hereby certify that the material covered by this report has been inspected in accordance with, 

and has been found to meet, the applicable requirements described herein, including any specifications 
forming а part of the description; and that samples representative of the material met the composition 
limite and had the mechanical properties es indicated. 


C. E. BROOKS 
Date 11/03/2004 i © pom Tech. Mgr. Tube 
Cert^ct 
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